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2 (57) Abstract: Methods for coating different regions of an implantable device are disclosed. An embodiment of the method includes 
dipping a first portion of the implantable device into a first cualing substance, and then centrifuging the implantable device to provide 
an even coaling. Next, a second portion of the implantable device is dipped into a second coaling substance, and the implantable 

^1 device is again ccntrifugcd, resulting in an even second coating. In another embodiment, a first coating substance is applied to an 
interior surface of a cylindrical implantable device, such as a stent or graft, and a second coating substance is applied to an exterior 

Q surface- A centrifuge step is performed so that the first coating substance is preferentially and uniformly applied on the inierior 
surface of the implantable device and the second coating substance is preferentially and uniformly applied on the exterior surface of 

^ the implantable device. 
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SELECTIVE COATING OF MEDICAL DEVICES 



5 FIELD OF THE INVENTION 

The present invention relates to the coating of an implantable device. More 
specifically, this invention relates to a method for selective coating of an intralimiinal 
implantable device, such as a stent or graft. 

BACKGROUND 

10 Occlusion ofblood vessels reduces or blocks blood flow. During the course of 

atherosclerosis, for example, growths called plaques develop on the inner walls of the arteries 
and narrow the bore of the vessels. An emboli, or a moving clot, is more Ukely to become 
trapped in a vessel that has been narrowed by plaques. Further, plaques are conunon sites of 
thrombus formation. Together, these events increase the risk of heart attacks and strokes. 

1 5 Traditionally, critically stenosed atherosclerotic vessels have been treated with bypass 

surgery in which veins removed from the legs, or small artraies removed from the thoracic 
cavity, are implanted in the affected area to provide alternate routes ofblood circulation. 
More recently, implantable devices, such as synthetic vascular grafts and stents, have been 
used to treat diseased blood vessels, 

20 Synthetic vascular grafts are macro-porous vessel-like configurations typically made 

of expanded polytetrafluoroethylene (ePTFE), polyethylene terephfhalate (PET), 
polyurethane (PU), or an absorbable polymer. Grafts made of ePTFE or PET are very non- 
wetting materials when introduced into an aqueous environment, causing difficulty in 
unpregnating the materials. In addition, grafts made of ePTFE or PET typically are 

25 permanently implanted in the body, while grafts made of an absorbable polymer bioabsorb 
over time. A graft may be positioned into the host blood vessel as a replacement for a 
diseased or occluded segment that has been removed. Alternatively, a graft may be sutured 
to the host vessel at each end so as to form a bypass conduit around a diseased or occluded 
segment of the host vessel. 
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Percutaneous transluminal coronary angioplasty (PICA) is a procedure for treating 
heart disease in which a catheter assembly having a balloon portion is introduced 
percutaneously into the cardiovascular system of a patient via the brachial or femoral artery. 
The catheter assembly is advanced through the coronary vasculature until the balloon portion 
5 is positioned across the occlusive lesion. Once in position across the lesion, the balloon is 
inflated to a predetermined size to radially compress the atherosclerotic plaque of the lesion 
against the inner wall of the artery to dilate the Imnen. The balloon is then deflated to a 
smaller profile to allow the catheter to be withdrawn from the patient's vasculature. 

Restenosis of the artery commonly develops over several months after the procedure, 
10 which may require another angioplasty procedure or a surgical by-pass operation. Restenosis 
is thought to involve the body's natural healing process. Angioplasty orother vascular 
procedures injure the vessel walls, removing the vascular endothelium, disturbing the tunica 
intima, and causing the death of medial smooth muscle cells. Excessive neoinitimal tissue 
formation, characterized by smooth muscle cell migration and proUferation to the mtima, 
1 5 follows the injury. Proliferation and migration of smooth muscle cells (SMC) from the media 
layer to the intima cause an excessive production of extra cellular matrices (ECM), which is 
believed to be one of the leading contributors to the development of restenosis. The 
extensive thickening of the tissues narrows the lumen of the blood vessel, constricting or 
blocking blood flow through the vessel. 

20 Intravascular stents are sometimes implanted within vessels in an effort to maintain 

the patency thereof by preventing collapse and/or by impeding restenosis. Implantation of a 
stent is typically accomplished by mounting the stent on the expandable portion of a balloon 
catheter, maneuvering the catheter through the vasculature so as to position the stent at the 
desired location within the body lumen, and inflating the balloon to expand the stent so as to 

25 engage the lumen wall. The stent maintains its expanded configuration, allowing the balloon 
to be deflated and the catheter removed to complete the implantation procedure. A covered 
stent, in which a graft-like covering is slip-fit onto the stent, may be employed to isolate the 
brittle plaque from direct contact with the stent, which is rigid. 

To reduce the chance of the development of restenosis, therapeutic. substances maybe 

30 administered to the treatment site. For example, anticoagulant and antiplatelet agents are 
commonly used to inhibit the development of restenosis. In order to provide an efficacious 
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concentration to the target site, systemic administration of such medication may be used, 
which often produces adverse or toxic side effects for the patient Local delivery is a 
desirable method of treatment, in that smaller total levels of medication are administered in 
comparison to systemic dosages, but are concentrated at a specific site. Therefore, local 
5 delivery may produce fewer side effects and achieve more effective results. 

One commonly applied technique for the local delivery of a therapeutic substance is 
through the use of a medicated implantable device, such as a steal or graft. Because of the 
mechanical strength needed to properly support vessel walls, stents are typically constructed 
of metallic materials. The metalUc stent may be coated with a polymeric carrier, which is - 
10 impregnated with a therapeutic agent. The polymeric carrier allows for a sustained delivery 
of the therapeutic agent 

Various approaches have previously been used to join polymers to metallic stents, 
including dipping and spraying processes. In one technique, tie stent is first formed in a flat 
sheet, placed in a solution of polyurethane, and heated for a short period of time. Additional 
15 polyurethane solution is applied on top of the flat sheet, and the stent is again heated. This 
process produces a polyurethane fikn over the surface of the stent, and excess fihn is 
manually trimmed away. In one variation of this technique, microcapsules containing 
therapeutic agents are incorporated into the polyurethane film by adding the microcapsules to 
the polyurethane solution before heating. 
20 In another technique, a solution is prepared that includes a solvent, a polymer 

dissolved in the solvent, and a therapeutic agent dispersed in the solvent. The solution is 
applied to the stent by spraying the solution onto the stent using an airbrush. After each layer 
is applied, the solvent is allowed to evaporate, thereby leaving on the stent surface a coating 
of the polymer and the therapeutic substance. Use of this spraying technique to apply a thick 
25 coating may result in coating uniformity problems, so multiple application steps are 
sometimes used in an attempt to provide better coating uniformity. 

In yet another coating technique, a solution of dexamethasone in acetone is prepared, 
and an airbrush is used to spray short bursts of the solution onto a rotating wire stent The 
acetone quickly evaporates, leaving a coating of dexamethasone on the surface of the stent 

30 The above-described methods often have difficulty in applying an even coating on the 

stent surfaces. One common result when using these spraying or immersion processes is that 
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the aqueous coating tends to collect in crevices, apertures, or cavities in the framework of the 
stent, resulting iri an uneven coating having an uncontrollably variable coating thickness. In 
particular, an excess amount of coating is often entrained in the angle between two 
intersecting struts of a stent, which is sometimes called "webbing" or "pooling." The 
5 deposition of excessive amounts of therapeutic agents results in apoor surface area to volunie 
ratio relative to conformal coatings. When such a coating experiences uncontiroUed drying, 
drying artifacts may result in drug crystal formation. 

The use of multiple applications of a fine, diffiise spray may produce a more 
controllable, even coating than immersion techniques. However, the difRise application 
10 results in much of the coating substance not coating the stent and instead being released into 
the air. This inefficient use of the coatmg substance wastes the coating substance, which may 
be quite expensive, and increases the exposure of the air brush operator to tiie coating 
substance. 

In addition, existing methods for coating implantable devices do not provide effective 
15 techniques for applying coatings of different substances onto different portions of the surface 
of the implantable device. 

SUMMARY 

In view of the above, there is a need to provide an improved method for coating 
medical devices which produces superior coating uniformity and contiol of tiie location of the 
20 coating without an excessive loss of materials. It is also desirable that the coating method 
can be used on a variety of implantable devices with aqueous or solvent-based coating 
substances. In particular, it is desired that therapeutic or bioactive substances, such as 
compositions of a polymer, solvent, and therapeutic substance, can be used to coat stents. 

In accordance with various aspects of the present invention, the invention relates to a 
25 metiiod for coating an implantable device, hi one embodiment, the method comprises 

applying a first coating substance on a first portion of a surface of the implantable device, 
applying a second coating substance on a second portion of a surface of the implantable 
device, and rotating the implantable device about an axis of rotation, hi another embodiment, 
a first coating substance is applied to an interior surface of a cylindrical implantable device. 
30 such as a stent or graft, and a second coatmg substance is applied to an exterior surface. A 
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centrifuge step is performed so that the first coating substance is preferentially and uniformly 
applied on the intbrior surface of the implantable device and the second coating substance is 
preferentially and uniformly applied on the exterior surface of the implantable device. 

Various embodiments of the described method enable highly viscous materials to be 
coated onto implantable devices. Viscous materials are not usually amenable to conventional 
coating methods such as dipping or spraying, because of the viscous material's propensity to 
accumulate in an uneven layer. However, the addition of a centrifugation step after dipping 
the implantable device in the viscous coating material can transform the uneven masses into a 
smooth, even coating. 

Embodiments of the method also enable uniform coatings to be applied to nnplantable 
devices with improved repeatabUity, thereby improving coating uniformity betwem batches 
of implantable devices. With conventional manually-applied spray-coating techniques, 
operator error or inconsistency may result in different coating thicknesses between batches of 
stents. The centrifugation processes can reduce unwanted gross deposition of coatmg 
substances and enable high reproducibility of the coating quaUty. 

Embodiments of the method also enable multiple stents to be processed 
simultaneously. Unlike manuaUy-appUed airbrush coating methods, in which stents are 
coated individuaUy or in small groups, large batches of stents can be simultaneously 
immersed in the coating solution, simultaneously rotated in the centrifuge device, and 
simultaneously heated m an oven, ttiereby increasing throughput 

Embodiments of the method also may improve operator .safety when coating 
implantable devices with hazardous materials. It is generally not desirable to spray coat an 
implantable device with toxic or radioactive coating substances, because of the increased 
exposure of the operator to the aiibome hazardous coating substance. Dipping and 
centrifuging the implantable device as described above can decrease the amount of handling 
required for the coating process, resulting in reduced environmental contamination. 

Embodiments of the method may also mitigate defects due to handling of the 
implantable device. In conventional spray processes, the implantable device is held aloft 
using one or two clamps or fixtures while the coating substance is sprayed onto the device. 
The point where these clamps contact the device may be masked from receiving the spray, 
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resulting in defects in the coating. In contrast, the centrifuge container 112 has minimal 
contact with the implantable device during the centrifuge process. 

In another embodiment of the present invention, the mvention relates to a drug loaded 
implantable device comprising two or more coating substances, each of the substances 
5 applied to portions of the device. In one embodinient. the portions are exterior surfaces of the 
device In yet another embodiment, one of the portions is an exterior surface and another of 
the portions is an interior surface of the device. Further, one of the substances appUed to the 
device can be a first substance that evenly coats a first portion of the device.. Another of the 
substances can be a second substance that evenly coats a second portion of the device. 

10 RWIF.F DESC PTPTTON OF TB V. DRAWINGS 

The features of the described embodiments are specifically set forth in the appended 
claims. However, embodiments relating to both stmcture and method of operation are best 
understood by i^fendng to tlae following description and accompanying drawings, in which 
similar parts are identified by like reference numerals. 

15 ■ FIG. lillustratesinplanviewacross-sectionofanembodimentofacentrifuge 

system; 

no. 2 is a cross-section in plan view of an embodiment of a centrifuge container. 
FIG. 3 is a flowchart of an embodiment of a coating process; and 
FIG. 4 is a flowchart of an alternate embodiment of a coating process. 

20 mr.TAn.ED PFSCRIPTION 

The following description is meant to be illustrative only and not limiting. Other 
embodiments of this invention will be apparent to those of ordinary skill in the art in view of 
this description. 

The figures generally illustrate the techniques used to apply coatings to a stent in 
25 accordance with an embodiment ofthe present invention. Although the illustrated and 
described embodiments may relate to wire-based stents, any of a variety of implantable 
devices may be subjected to the coating process described herein, including, but not Imuted 
to wire-based stents, tubular stents, rolled-sheet type stents, stent coverings, vascular grafts. 
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or any implantable device having a complicated architecture which is not amenable to 
standard coating. 

The materials from which such stents are formed may include metals such as, but not 
limited to, stainless steel, "MP35N," "MP20N," elastinite (Nitinol), tantalum, nickel-titanium 
5 alloy, platinum-iridium alloy, gold, magnesium, or combinations thereof. "MP3 5N" and 
"MP20N" are trade names for alloys of cobalt, nickel, chromium and molybdenum available 
from standard Press Steel Co., Jenkintown, PA. "MP35N" consists of 35% cobalt, 35% 
nickel, 20% chromium, and 10% molybdenum. "MP20N" consists of 50% cobalt, 20% 
nickel, 20% chromium, and 10% molybdenum. The stent also may be made from virtually 
1 0 any biocompatible material, such as bioabsorbable or biostable polymers. 

Vascular grafts may be used to replace, bypass, or reinforce diseased or damaged 
sections of a vein or artery. These grafts can be made from any suitable material including, 
but not limited to, highly open-pored materials such as polyniers of expanded 
polytetrafluoroethylene (ePTFE) and polyethylene terephthalate (PET), or less porous 
15 materials such as polyurethanes, absorbable polymers, and combinations or variations 

thereof. Grafts may be formed using a lyophilization process. Polyurethanes from which the 
graft may be made include, but are not limited to, Biomer, BioSpan® polyurethane 
(manufactured by Polymer Technology Group, Berkeley, CA; referenced herein after as 
"BioSpan®"), and Elastion. Absorbable polymers from which the graft may be made 
20 include, but are not Umited to, polycaprolactone (PCL), poly(lactic acid) (PLA), 

poly(glycolic acid) (PGA), polyanhydrides, polyorthoesters, polyphosphazenes, and 
components of extracellular matrix (ECM). In such an embodiment, additional interstices 
can be formed in the graft by any conventional methods knovra to one of ordinary skill in the 
art, including exposure of the graft to a laser discharge to form a pattern of pores. 
■ 25 In other embodiments, the implantable device to be coated is a covering for a self- 

expandable or balloon-expandable stent. This covering can be formed of materials similar to 
those from which the above-described graft may be formed. 

Various types of coating substances may be apphed to an implantable device in 
accordance with the present invention. In one embodiment, the coating substance includes a 
30 polymer loaded with a therapeutic substance. The terms "polymer." "poly," and "polymeric" 
as used herein mean the product of a polymerization reaction and are inclusive of 
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homopolymers. copolymers, terpolymers, etc., whether natural or synthetic, includmg 
random, alternating, block, graft, crosslinked, blends, compositions of blends and variations 
thereof. The term "pre-pofymer" refers to a low molecular weight material, such as 
oUgomers. that can be further polymerized regardless of the mechanism of polymerization. 

The polymer or combination of polymers can be applied to a stent based on the 
polymer's or polymers' ability to carry and release, at a controlled rate, various therapeutic 
agents such as antithrombogenic or anti-proliferative drugs. The polymeric material is most 
suitably biocompatible, including polymers that are non-toxic, non-inflammatory, chemically 
inert, and substantially non-immunogenic in the applied amomits. Hie polymer is typically 
either bioabsorbable or biostable. A bioabsorbable polymer breaks down in the body and is 
not present sufficiently long after implantation to cause an adverse local- response. 
Bioabsorbable polymers are gradually absorbed or eliminated by the body by hydrolysis, 
metabolic process, bulk, or surface erosion. Examples of bioabsorbable materials include but 
are not limited to polycaprolactone (PCL), poly-D, L-lactic acid (DL-PLA), poly-L-lactic 
15 acid (L-PLA). polyOactide-co-glycoUde), poly(hydroxybutyrate). poly(hydioxybutyrate-co- 
valerate). polydioxanone, polyorthoester, polyanhydride. poly(glycoHc acid), poly(glycolic 
acid-cotrimethylene carbonate), polyphosphoester, polyphosphoester urethane, poly (amino 
acids), cyanoacrylates. poly(trimethylene carbonate), poly(iminocarbonate), copoly(ether- 
esters). polyalkylene oxalates, polyphosphazenes. polyiminocarbonates. and aliphatic 
20 polycarbonates. Biomolecules such as heparin, fibrin, fibrinogen, cellulose, starch, and 

collagen are typically also suitable. Examples of biostable polymers include Parylene® and 
Parylast® (available from Advanced Surface Technology of BiUerica, MA), polyurethane, 
such as a segmented polyurethane solution containing a dimethylacetamide (DMAc) solvent 
developed by the Polymer Technology Group. Inc. of Bericeley. CA. and known by the trade 
name BioSpan®, polyethylene, polyethlyene teraphthalate. ethylene vinyl acetate, silicone 
and polyethylene oxide (PEO). 

me expression "therapeutic agent" as used herein broadly refers to an agent or 
substance including, but not limited to. a therapeutic substance, a polymer impregnated with 
therapeutic substance, radioactive isotope, and radiopaque material, that possesses desirable 
therapeutic characteristics. The therapeutic agent may be. for example, antineoplastic, 
antimitotic, antiinflammatory, antiplatelet, anticoagulant, antifibrin, antitlirombin, 
antiproliferative, antibiotic, antioxidant, and antiallergic substances, as well as combinations 
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thereof. Examples of such antineoplastics and/or antimitotics include paclitaxel (e.g., 
TAXOL® by Bristol-Myers Squibb Co., Stamford, CT), docetaxel (e.g., Taxotere® from 
Aventis S.A., Frankfiirt, Gennany) methotrexate, azathioprine, actinomycin-D, vincristine, 
vinblastine, fluorouracil, doxorubicin hydrochlpride (e.g., Adriamycin® from Pharmacia & 
5 Upjohn, Peapack, NJ), and mitomycin (e.g.. Mutamycin® from Bristol-Myers Squibb Co.. 
Stamford, CT). Examples of such antiplatelets, anticoagulants, antifibrin, and antilhrombins 
include sodium heparin, low molecular weight heparins, heparinoids, hirudin, argatroban, 
forskolin, vapiprost, prostacyclin and prostacyclin analogues, dextran, D-phe-pro-arg- 
chloromethylketone (synthetic antithrombin), dipyridamole, glycoprotein Ilb/nia platelet 
10 membrane receptor antagonist antibody, recombinant hirudin, and thrombin inhibitors such as 
Angiomax ™ (Biogen, Inc., Cambridge, MA). Examples of such cytostatic or 
antiproliferative agents include angiopeptin, angiotensin converting enzyme inhibitors such 
as captopril (e.g., Capoten® and Capozide® from Bristol-Myers Squibb Co., Stamford, CT), 
cUazapril or lisinoprU (e.g., Prinivil® and Prinzide® from Merck & Co., hic, Whitehouse 
15 Station, NJ); calcium channel blockers (such as nifedipine), colchicine, fibroblast growth 
fector (FGF) antagonists, fish oil (omega 3-fatty acid), histamine antagonists, lovastatin (an 
inhibitor of HMG-CoA reductase, a cholesterol lowering drug, brand name Mevacor® from 
Merck & Co., Inc.. Whitehouse Station, NJ), monoclonal antibodies (such as those specific 
for Platelet-Derived Growth Factor (PDGF) receptors), nitroprusside, phosphodiesterase 
20 inhibitors, prostaglandm inhibitors, suramin, serotonin blockers, steroids, thioprotease 
inhibitors, triazolopyrimidine (a PDGF antagonist), and nitric oxide. An example of an 
antiallergic agent is pennirolast potassium. Other, therapeutic substances or agents that may 
be used include alpha-interferon. Trapidil antiplatelet (manufactured by DATTO Corporation, 
Japan; referenced herein after as "Trapidil"), genetically engineered epitheUal cells, and 
25 dexamethasone. In yet other embodiments, the therapeutic substance is a radioactive isotope 
used in radiotherapeutic procedures. Examples of radioactive isotopes include, but are not 
hmited to, phosphoric acid (R,?''0,), palladium (Pd'**^), cesium (Cs'^'), and iodine (l'"). 

While the preventative and treatment properties of the foregoing therapeutic 
substances or agents are well known to those of ordinary skill in the art, the substances or 
30 agents are provided by way of example and are not meant to be limiting. Other therapeutic 
substances are equally applicable for use with the disclosed embodiments. For example, 
while many of the herein-described therapeutic agents have been used to prevent or treat 
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restenosis, they are provided by way of example and are not meant to be limiting, since other 
drugs or coatings-may be developed which are equally applicable for use with embodiment of 
the present invention. 

In other embodiments, the coating is an aqueous solution of a therapeutic substance 
5 thatdoesnotcontainapolymermatrix.forexample,anaqueoussolutionofheparin. This 
aqueous solution can be applied to the stent and allowed to dry. thereby forming a heparin 
coating on the stent. 

In addition to a polymer and a therapeutic agent, the coating substance may also 
include a solvent. The solvent can be virtually any solvent that is compatible with the 
10 implantable device to be coated. Examples of suitable solvents include but are not hmited to 
dimethyl sulfoxide, dimethyl formamide, tetrahydrofuran, dimethyl acetkmide, 
trichloroethane, acetone, ethanol, methanol, isopropanol. and ethyl acetate. 

FIG. 1 shows a cross-section of an exemplary centrifuge system 100 in accordance 
with an embodiment of the ^esent invention. Centrifuge system 100 includes a centrifiige 
15 device 102, which includes a rotatable rotor 104 for rotation about an axis 106, and a motor 
108 which drives rotor 104 to rotate about axis 106. Centrifuge models 5410, 5415, 5417, 
5804, and 5810. sold by Eppendorf Scientific, Inc., of Westbury, NY, may be used, for 
example, as centrifuge device 102. Exemplary centrifuge devices 102 provide rotatioiial 
speeds of up to. for example, 14,000 rotations per minute ("RPM"). Rotor 104 includes a 
20 plurality of hollow chambers 110 circularly arranged about axis 106. Each chamber 110 is 
sized to receive a centrifuge container 112. Various centrifuge devices 102 available on the 
market are capable of centrifuging large numbers of centrifuge containers 112 
simultaneously. 

FIG. 2 shows in greater detail a cross-section of an exemplary centrifuge container 
25 112. Centrifuge container 1 12 can be formed using a conventional centrifuge tube that has 
been modified as described below. A support 202 is provided towards the bottom of 
centrifuge container 1 12, and a mandrel 204 is preferably mounted thereon. In this 
embodiment, mandrel 204 is a rod. Mandrel 204 is inserted into the mterior of the 
implantable device to be coated, such as a cylindrical stent 206. Mandrel 204 holds stent 206 
30 and prevents stent 206 from contacting the interior walls of centrifuge- container 1 12. 
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Support 202 separates stent 206 from runoff reservoir 208, which is provided at the bottom of 
centrifuge container 1 12. Drainage openings 210 may be provided in support 202. 

As can be seen in the embodiment shown in FIGs. 1-2, mandrel 204 is tilted such that 
when each centrifuge container 1 12 is mounted in centrifuge system 100, stents 206 are 
positioned such that their longitudinal axes are nearly parallel to axis of rotation 106. This 
may provide a more even coating on stents 206 after centrifugation. In alternative 
embodiments, mandrels 204 may have a different tilt angle relative to the central axes of 
centriftige containers 1 12, or may have no tilt at all. 

FIGs. 3 and 4 are flowcharts illustrating exemplary mettiods of coating an implantable 
device in accordance with an embodiment of the present invention. For the sake of example, 
the implantable device described with respect to FIGs. 1-4 is a stent. buV the method also may 
be appUed to various other implantable devices discussed above. 

Referring to Figure 3, in act 301, a first coating is applied to stent 206. The coating 
may be applied by injecting, spraying or immersing stent 206 with a liquid coating substance 
using techniques similar to those described in the background section above. The term 
"liquid" as used herein refers to substances having sufficient fluidity such that the substance 
can flow over the surface of stent 206 when processed through the further acts described 
below. "Liquid" is not intended to limit the coating substance to water-based substances or to 
low viscosity materials. Even highly viscous substances such as a hyaluronic acid solution 
(e.g., 1% hyaluronic acid), high molecular weight polyethylene glycol solution, gelatin 
solution, or poly (lactic) acid in 1, 1. 2 trichloroethane (e.g., 10% poly (lactic) acid) are 
Included within the tarn. 

As occurs witii conventional coating techniques, the spraying or immersion of stent 
206 in the coating substance typically results in a non-uniform coating, with webbing being 
observable between struts on stent 206. The term "strut(s)" as used herein includes the . 
elongated elements and interconnecting elements of stent 206. In act 302, the still-wet stent 
206 is inserted onto mandrel 204 in centrifuge container 112 such that mandrel 204 extends 
through the hollow interior of stent 206. Centrifuge container 1 12 is then inserted into 
chamber 110 of centrifuge system 100 (FIG. 1), and centrifuge system 100 is used to rotate 
stent 206 about axis 106 at high speeds. Centrifuge system 100 includes a plurality of 
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rotatable chambers 1 10, such that muhiple coated stents 206 can be centrifiiged 
simultaneously, thereby increasing processing throughput. 

The rotation of chambers 110 at high speeds creates a centrifugal force upon the 
coating substance that previously was applied to the surface of stent 206. Centrifugal force 
causes excess accumulations of coating substance, particularly the portions entrained between 
the struts of stent 206, to evenly redistribute over stent 206. Redistribution of the coating 
substance over the surface of stent 206 provides a more uniform coating free of webbing. 

The cenirifiigation of stent 206 may result in some excess coating substance being 
removed from the surface of stent 206. Drainage openings 210 are provided in support 202 
so that the runoff coating substance can flow from the upper portion of centrifuge container 
• 112 into runoff reservoir 208. The channeling of runoff coating substaifce into runoff 
reservoir 208 prevents the coating substance from accumulating at the bottom end 212 of 
stent 206. which could lead to anon-uniform coating. Runoff coating substance can be 
recovered from runoff reservoir 208 and reused to coat additional stents 206. The recycling 
5 of the coating substance can produce significant cost savings when an expensive therapeutic 
agent is being used. 

In alternative embodiments, different stmctures are provided to effectuate the flow of 
runoff coating substance into runoff reservoir 208. In one embodiment, support 202 is 
square-shaped, such that when support 202 is fitted into a centrifiage container 1 12 which is 
0 cylindrical in shape, runoff coating substance can flow around the openings formed between 
the edges of square support 202 and the circular interior of centrifrige container 112. In 
another embodiment, support 202 comprises a mesh platform, such that fluid can freely flow 
through support 202 to pass into reservoir 208. Numerous other variations are possible. 

In act 303, coated, centrifiiged stent 206 is immediately placed into a conventional 
25 oven for heating. Heating evaporates solvents that might be present in the coating substance, 
thereby forming a solid coating on the surface of stent 206. Heating act 303 can improve the 
adhesion of the coating substance to the metal fomiing metallic stents 206. and can also 
provide a better equUibrium for the soUd phase dnig distribution to the matrix of the coating 
substance. Heating act 303 might be used, for example, when coating stent 206 with a 
30 composition of ethylene vinyl alcohol copolymer with dimethyl sulfoxide, as will be 

described m greater detail m the example below, to alternative embodiments, no heatmg act 
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is used, and stent 206 may be implanted immediately after centrifiigation act 302. The use of 
a heating step and the parameters of such a step will vary with the application. 

In act 304, it is determined whether one or more additional layers of coating substance 
is to be applied to stent 206. If so, the process returns to act 301, and another layer of coating 
5 substance is applied. Multiple layers of coating substance may be applied to produce a more 
uniform coating with fewer defects. Each layer can be formed very thin and uniform, and 
subsequent layers can be added to increase the overall loading onto stent 206. Moreovor, the 
use of multiple layers can provide enhanced control over the release rate of the coating. 
Finally, when the desired numbo" of layers have been ^plied, the process is completed at act 
10 305, and stent 206 may be packaged for delivery or immediately implanted into a patient's 
body using techniques well-known to those of ordinary skill in the art. ' 

In another embodiment shown in Figure 4, act 401 involves applying a first coating 
substance to a portion of stent 206. As previously described, the coating may be applied by 
injecting, sprajang or immersing stent 206 with an aqueous coating substance using 
1 5 techniques simUar to those described in the background section above. In act 402, the stiU- 
wet stent 206 is inserted onto mandrel 204 in centrifuge container 1 1 2 such tliat mandrel 204 
extends through the hollow intaior of stent 206. Centrifuge container 1 12 is then inserted 
into chamber 110 of centrifuge system 100 (FIG. 1), and centrifuge system 100 is used to 
rotate stent 206 about axis 106 at high speeds. 
20 The rotation of chambers 1 1 0 at high speeds creates a centrifugal force upon the 

coating substance that previously was applied to the surface of sterit 206. Centrifugal force 
causes excess accumulations of coating substance, particularly the portions entrained between 
the stmts of stent 206, to be more evenly redistributed over stent 206. Redistribution of the 
coating substance over the surface of stent 206 provides_a more uniform coating free of 
25 webbing. 

The centrifiigation of stent 206 may result in some excess coating substance being 
removed from the surface of stent 206. Drainage openings 210 are provided in support 202 
so that the runoff coating substance can flow from the upper portion of caitrifiige container 
112 into runoff reservoir 208. The channeling of runoff coating substance into runoff 
30 reservoir 208 prevents the coating substance from accumulating at the bottom end 212 of 
stent 206, which could lead to a non-uniform coating. This runoff coating substance can be 
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10 



recovered fton, runoff rcervoir 208 and reused to coa. additional stenU 206. Tl>e recycling 
of tt,e coating subsUnce can pro'duc. signiBcan, cos, savings when an expensive teapeutic 
agent is being used. 

In act 403 coated, centrifcged stent 206 is immediately pUced into a conventional 
ovenforheating. In altc»aUveembodime«s. no heating act is use^ and stent 206 may be 
implanted immediately after centrifagation act 302. use of a heating step sMthe 
parameters of such a step wiU vary with the application. 

In act 404 whether additional coating substance is to be applied to a portion or 
portions of su=n, 206 is detemuned. If so. the process returns to act 401. and additional 
coating substanceis appUed«. aportion or portion, of slo.. 206. Eachporticn of stent 206 
can bo covered in . ditteent coating substance. For example, in one em-bodiment a firs, end 
of stent 206 is dipped into a first coating substance. Stent 206 is then cenUifcged to provide 
an even coating at the first end. Next, the second end of stent 206 is dipped into a second 
coating mbstance. and s,ent206 is again centiifcged to provide an evotcoatingatthe second 



15 end 



In another embodiment, a first coating substance is applied to an interior portion or 
surface of stent 206 and a second coating substance is applied to an exterior surface or 
portion of stent 206. In addition to a general stent structure, the following coating 
configuration dso applies to other devices, includingastentg^aft or sheath covered ste^ 

0 Further.thes^cturalconfigurationofthestentgraftorsheathcoveredstentalsopreven^^ 
twocoatingsubstancesfromintermixing. For this embodiment, stent 206 is inserted onto 

a mandrel in the centrifoge container and a volume or drop (i.e., approximately 20 
microliters)offirstcoatingsubstanceisdrippedintotheinteriorportionofthestent. As 

such the substance generally coats the interior portion as the viscous substance drips through 
IS thestent. Second and third drops of the first coating substance are also applied m a similar 
n^anner. for a total of approximately 60 microUters of substance coating the interior portion- 
of the stent The stent is then centrifiiged and dried in an oven at approximately 50 C for 
hours Approximately 60 microliters are similarly applied to the extenor of the stent, 
■ centrifuged and dried according to the above procedure to produce an evenly interior and 
30 exterior coated stent. 
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When the desired number of layers have been applied, the process is completed at act 
405, and stent 2ff6 may be packaged for delivery or immediately implanted into a patient's 
body using techniques well-known to those of ordinary skill in the art. 

The apphcation of one or more coating substances to different portions of the stent or 
graft precludes potential physical and/or chemical interactions from occurring between 
multiple substances. In addition, this coating technique also allows variable layers of the 
same or different substances to be applied to specific portions of the stent, thereby providing 
enhanced site-specific treatment of various disease states and/or conditions. 

For example, stents uniformly coated with radioactive materials that limit cell 
proliferation have been used to treat restenosis. However, one side effect of this treatment 
method is the occurrence of a "candy-wrapper" effect at tiie treatment site. In general, the 
candy-wrapper effect is characterized by enhanced restenosis at tihie ends or edges of the 
radioactive stent that cause the ends of the stent to twist and contract in a radially inward 
direction. The abrupt change in radioactive levels at the edges of the stent, e.g. between 
tissue contacting the radioactive stent versus tissue not contacting the stent, is tl;iought to 
further stimulate the proUferation of smooth muscle cells at these sites. 

One method of mitigating this effect is to apply variable layers of radioactive material 
along the surface of the stent In general, the level or amount of radiation at a tissue site is 
proportional to the number of layers of radioactive substance applied to the corresponding 
portion of the stent. As such, gradually decreasing the number of radioactive material layers 
towards the ends of the stent provides a smootti transition in radiation amounts between 
adjacent tissue cells. For example, for material delivering a radiation dosage of 10-100 gray 
(Gy) approximately 1 to 5 layers of material are applied to the central portion of the stent. 
Successively decreasing numbers of layers of the radioactive material are applied to the stent, 
terminating at the end or edge portions of the stent having only 1 to 2 layers of material. 
Other radioactive materials and layer variations, though not expressly disclosed, may also be 
used. Tliis, in turn, inhibits cell stimulation and proliferation in tissue contacting the stent 
surface and portions of surrounding tissues, thereby preventing the occurrence of the candy- 
wrapper effect. 

Alternatively, materials having different levels of radioactive substances may also be 
used to counteract the candy wrapper effect. For this embodiment, materials containing 
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W^er .=ve,s o, dosages of radioactive substances are applied i„ a single layer near »,» 
crtra.portionof*es.e„.. Likewise, single layers otlowerradiosctives„bsUnces.wereby 

,h.ndio.c.iveleveU.resaccessivcIydecreasingin*edirec.io„away6ommec«.Ual 

portion of .he s.e„. a. also applied .o Ure surface of Are s,en.. Exemplary dosage rang, of 
ldioac.iv.subs.ance..whereby.hehighdosagerangereprese„Uma.-ls.pphed,ota 

oenttalporHonof.bes.en.andtolo»do.agerangereprese„.snra.erialsapp.,edtottreedg. 

sec«onsof*es.cntare50Gy.olOOGyandlOOyto30Gy,respec.ively. Asdescnbed 
above, toe stentoonfi^on prevents ceUsttmuladon and proliferation in .issuecon.ac.rng 

the stent and, also, in surrounding tissues. 

, ,n ye. another «nbodin.ert. *e edges otto stent oonOin increased levels of 

radioactivity co«pared.o.hec«.halportionoftostentmdosageofradioac..«.ya.to 

edges of to stent is configured to inhibit sti,«h.ion and prolitatioa of sunoundmg cells. 
As such, the radioactivematerial arrests odldivisionnotonlyatteedges of the «ent,W 

also in the surrounding tissue. In general, the level otradioactiv. substance applied to the 
5 endportionsisapproximately500%to ,,000% greats than the level of radioacUve substance 
apphedtotheocnt^lportionofthestent. As such, to increased dosage of radioactive 
^alappUedtotoe„dportionsoftos.en.ir*ibitstoocauTenceoftocndy»r.pper 

effect 

Grafb and stent coverings may inokde a large number of interstices, which cause 
10 thesedevices.ohaveagenerall,penn.3bl.ch,racte,istic.h.accordancewid,var,ous 
,^e«softopresentinvention.penneablegrafbandste.. coverings canbe coated 

with a coating substance, such as those descdbed above, and .hen placed into a cent^firge for 
centrifhgatton. The centiifugatfon process provides intproved perfusion of to coating 
subs.anceteou^toiB.e,sticesoftograftors^.cove,ing.particularl,whentodev,ces 

25 are formed of a hi^y hydrophobic maferial. 

anotor embodimen.. a process for applying a hydrogel coating U> a graft or slen. 
covering is provided. When applying a hydrogel coating, a coating suhslanc. contemmg at 
leas, one crossUnicable prc-polyn,er and a first fluid m which to pre-polymer is soluble rs 
prepared. -Hre pre^.yB« should be h true solution, satitra^i. or sup«-.atirrated wrtir to 
30 firs.fluid. ExemplarycrossUnkablepre-polymersinclude.bu.areno.Hnu..dti,. 

polyethylene glycol (PEG) diacryla.e. hyaluronic, and pluronic. The conc«rtiation of pre- 
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polymer in the composition should be selected such that it is high enough to ensure effective 
crosslinking of the pre-polymer since a solution too dilute may not form a crosslinked 
hydrogeL An implantable device may then be dipped into this pre-polymer coating 
substance. Alternatively, prior to application of the pre-polymer, the implantable device may 
be perfused with a low surface energy solvent such as, for example, acetone or ethanol, which 
effectuates improved perfiision of the pre-polymer solution through the interstices of the 
implantable device. 

After the implantable device is dipped into the pre-polymer solution, the implantable 
device is placed in a centrifuge container and loaded into a centrifuge system, similar to the 
centrifuge container 1 12 and centrifuge system 100 described above. Centrifuging the coated 
implantable device spreads the viscous pre-polymer solution evenly across the surface of the 
implantable device and into the interstices or crevices therein. 

The pre-polymer is cured to form a hydrogel coating on the implantable device. 
Curing may be accomplished photochemically using ultraviolet or visible irradiation and a 
photoinitiator, thermally, or by moisture curing at room temperature. The practice of ftiese 
and other suitable curing procedures is well known to those of ordinary skill in the art. 

In yet another embodiment, the coating method of the present invention can be used 
to provide a physician with greater flexibiUty in selecting a desired coating substance for use 
with a particular patient. Conventionally, stents are coated .by either the stent manufacturer or 
a third party prior to delivering ttie stent to a physician for implantation into a patient. In 
accordance with the present invention, a physician can apply a coatmg on a bare stent, 
centrifuge the stent using a small, portable centrifuge device, and implant the freshly- 
prepared stent in a patient's body. This enables the physician to precisely select the 
composition of the coating substance applied to the stent In addition, because the stmt can 
be locally coated and then inmiediately implanted by the physician after coating, perishable 
or environmentally-sensitive materials may be used to coat the stent. 

EXAMPLE 1 

An ACS Duet® stainless steel stent 206, produced by Guidant Corp. of Indianapolis, 
IN, is partially dipped or immersed (e.g., for a few seconds or up to 20 seconds or more) in a 
coating substance composed of BioSpan® (a polyurethane) and Trapidil (i.e., 
triazolopyrimidine, an antiplatelet) in a 3:1 ratio. The stent 206 is then inunediately mounted 
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co„.a.ner .12 is ins^ted in.o chamber H 0 aad ro«»d for 30 seconds a> 250O.pn,. 

The stent 206 is fhm removed 6om the centrifuge container 1 12. placed on a mandrel, 
and loaded in.oaBlueMmode,v.c„umconvection„ve„ftom«.Bl»eMBlec.ric company 

5 ofWatctown,W..f^24ho«sata,^er«„reof50-C. The heating causes thecoaung 
substance to full, dr,.leavi„ga*irtcoatingofBioSpan®andTr.pidaonaporuonofthe 

Stent. 

N«tt.fl>e immersion, cenBiftgation. and heating acu are repeated on the uneoated 
portionofthest^t^Oa. ror these subsequent processes, the uncoatedportionofthestentts 
,0 dippedorimmersedinI^o«hepari„so.u.ion(manufacturedbyBax^.Deerf,eld, 

nUnois; referenced herein after as "Durailo®"). 

The above-describedproce^ results in aphydeally separated, selecti^ 

different biologically active agents on the stent 

KyAMrLE2 

,5 . Mu»i-UnlcDuet"sten«.prod«cedhyG«idan,Co,p.ofIndianapolis,m,arecleaned 
U.anu,trasonicb.thofisopropy.alcoho,fcr20minutes,thena.dried. Methylene v,ny 
alcohol (EVAI.).tocksolutionismadehavinganEVAL-.DMSO.THFw/wrat,oofl:2:I.5. 
l:milisplacedin.™m.«^sha.erbad.at«.Cfbrl2hours, Ueso.unon,s 
ri.cd,thcnco„led,.roomtemperah«.A9%by™ghtDex.me.hasonesoluUon^^ 

20 fonuulated as foUows: 0.9. grams of a..EV™0:-raF solution . mtxed ™th 0^09 
™sofDexame.hasone.TT.e cleans. MuB-Unk Duet™ stents aremountedmamakeshrft 

. holderp.acedv,i,hincpendo,f.»bes. OnehaUofthestent is dipped infteEVAI, 

Dexamethasonesolutionand«nsfe,red.otheependor,tube..Thed,ppedend.,erh«.^ 

rerandresUngon.eho,der..hembe.The.ubeisthencentri.g.a.^^^^^^^ 
25 seconds. Th=ha,f-coateds.eotisdriedfor2hoursinavacuumove„a^50^. F ..o«mg 
drying the clean halt of the stent is dipped in 0u.afl^(orga^c soluble h^ann) made a. 
t^llinFreon. T.e coating process is repeated. The finai coating config^on remits 
m a one-half Dexamethasone and other one-half Heparin-coated stent 
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RXAMPLE 3 

Multi-Link" Duet™ stents are cleaned in an ultrasonic bath of isopropyl alcohol for 20 
minutes, then air-dried. An ethylene vinyl alcohol (EVAL) stock solution is made having an 
EVAL:DMSO:THF w/w ratio of 1:2:1.5. The mixture is placed in a warm water shaker bath 
at 6Q°C for 12 hours. The solution is mixed, then cooled to room temperature. A 5% by 
weight Actinomycin-D (Ac-D) solution is formulated as follows: 0.95 grams of the 
EVAL:DMSO:THF solution is mixed with 0.05 grams of AcD. The cleaned Multi-Link 
Duet™ stents are mounted in a makeshift holder placed within ependorf tubes. One half of 
the stent is dipped in the EVAL-AcD solution and transferred to the ependorf tube. The 
dipped end is vertically lower and resting on the holder in the tube. The tube is then 
centrifuged at 3000 rpm for 60 seconds. The half-coated stent is dried for 2 hours in a 
vacuum oven at SO^C. Following drying, the clean half of die stent is dipped in Duraflo® 
(organic soluble heparin) made at 10% w/w in Freon. The coating process is repeated. The 
final coating configuration results in a one-half AcD and other one-half half Heparin-coated 
stent. 

EXAMPLE 4 

Multi-Link Duet^" stents are patterned with microdepots on the outer diameter of the 
stents. Microdepot stents are cleaned in an ultrasonic bath of isopropyl alcohol for 20 
minutes, then air dried. A 10% AcD stock solution is made having an AcD:THF w/w ratio of 
10:90. A 10% Dexamethasone stock solution is made having a Dexamethasone:THF w/w 
ratio of 10:90. The cleaned Multi-Link Duet™ stents are mounted in a makeshift holder 
placed withm ependorf tubes. One half of the stent is dipped in the AcD solution and is 
transferred to the ependorf tube. The dipped end is vertically lower and is resting on the 
holder in the tube. The tube is then centrifuged at 2000 rpm for 60 sec. The half-coated stent 
is dried for 1 hour in a vacuum oven at SO'C. Following drying, the clean half of the stent is 
dipped in the Dexamethasone solution. The coating process is repeated. The drug loaded 
stents are then coated with Duraflo® solution by spraying a solution of Duraflo® as 
described in previous embodiments. The final coating configuration results in a one-half 
AcD and other one-half Dexamethasone coated microdepot stent that is topcoated with 
Heparin. 
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The rotational speed during centrifugation can be varied. Higher RPM values may 
provide improved .unitoity and a reduction in defects. However. lower RPM values may 
improve solid uptake, i.e., ^he total loading of the coating substance onto stent 206. The solid 
uptake is calculated by measuring the initial weight of stent 206, and then measuring the 
weight after the loading and centrifugation acts. Increasing the total centrifiigation tmie may 
also improve the uniformity and reduce defects in the coating. Accordingly, practitioners 
should tailor the process to the particular application. 

Various embodiments of the described method enable highly viscous materials to be 
coated onto implantable devices. Viscous materials are not usually amenable to conventional 
coating methods such as dipping or spraying, because of the viscous material's propensity to 
accumulate in an uneven layer. However, the addition of a centrifugatipn step after dippmg 
the implantable device in Ihe viscous coating material can transfonn the uneven masses into a 
smooth, even coating. 

Embodiments of the method also enable uniform coatings to be applied to implantable 
devices with improved repeatability, thereby improving coating uniformity between batches 
of implantable devices. With conventional manually-appUed spray-coating techniques, 
operator error or inconsistency may result in different coating thicknesses between batches of 
stents. The centrifugation processes can reduce unwanted gross deposition of coating 
substances and enable high reproducibility ofthe coating quality. 

Embodiments ofthe method also enable multiple stents to be processed 
simultaneously. Unlike manually-applied airbrush coating methods, in which stents axe 
coated individually or in small groups, large batches of stents can be simultaneously 
immersed in the coating solution, simultaneously rotated in the centrifuge device, and 
simultaneously heated in an oven, thereby increasing throughput. 

Embodiments ofthe method also may improve operator safety when coating 
implantable devices with hazardous materials. It is generally not desirable to. spray coat an 
implantable device with toxic or radioactive coating substances, because of the increased 
exposure ofthe operator to the airborne hazardous coating substance. Dipping and 
centrifuging the implantable device as described above can decrease the amount of handling 
) required for the coating process, resulting in reduced enviromnental contamination. 
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Embodiments of the method may also mitigate defects due to handling of the 
implantable device. In conventional spray processes, the implantable device is held aloft 
using one or two clamps of fixtures while the coating substance is sprayed onto the device. 
The point where these clamps contact the device may be masked from receiving the spray, 
5 resulting in defects in the coating. In contrast, the centrifuge container 112 has minimal 
contact with the unplantable device during the centrifiige process. 

In general, the coating substance of the various embodiments can have a viscosity 
within the range of about 0.5 cp to 1,000 cp (whereby 1 cp (centipoise) is approximately 
equal to the viscosity of water at 20°C). As such, 0.5 cp approximately represents a very thin 
10 substance, 1 00 cp approximately represents, for example, a light oil, and 1 ,000 cp 

approximately represents a thick, viscous substance. Further, the relatiojiship between the 
centrifugal force of the centrifuge or similar device and the viscosity of the coating substance 
can be approximately represented by the following equation: 

U~(g + r.^)/k*m 

15 Where: U = velocity 

g = gravitational acceleration 
r = average distance ♦ 47i^ 
f=rpm 

k = surface area to volume ratio (and other geometric constants/parameters) 
20 m = kinetic viscosity 

In addition to the above, the viscosity of the coating substance is also dependent on the type 
of polymer and concentration of polymer contained in tiie coating substance. 

The above embodiments only illustrate the principles of this invention and are not 
intended to limit the invention to the particular embodiments described. For example, the 
25 heating to evaporate the solvent material may be omitted, and other embodiments utiUzing 
centrifiigation coating methods can be used in combination with other acts in different 
processes which do not require active heating. These and various other adaptations and 
combinations of features of the embodiments disclosed are within the scope of the invention, 
as defined by the foUoAving claims. 

30 
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CLAIMS 
I Claim: 

1 A method for coating an implantable device, comprising: 

applying a first coating substance on a first portion of a surface of said implantable 

device; 

applying a second coating substance on a second portion of a surface of said implantable 
device; and 

rotating said implantable device about an axis of rotation. 

2. The method of claim 1 , ftirther comprising: 

after applying said first coating substance and before applying said second coating 
substance, initially rotating said implantable device having said first coating substance coated 
thereon about said axis of rotation. 

3. The method of claim 1, wherein said implantable device is a stent. 

4. The method of claim 1, wherein said implantable device is a graft. 

5 . The method of claim 1 , wheareim 

said applying said first coating substance comprises inimersing said first portion of said 
surface of said implantable device in said first coating substance; and 

said applying said second coating substance comprises immersing said second portion of 
said implantable device in said second coating substance. 

6. The method of claim 1, wherein: 

said applying said first coating substance comprises spraying said first coating substance 
onto said first portion of said surface of said implantable device; and 

said applying said second coating substance comprises spraying said second coating 
substance onto said second portion of said surface of said implantable device. 

7. The method of claim 1. fiirther comprising heating said implantable device after 
rotating said implantable device about said axis of rotation. 

8. The method of claim 1 wherein said axis of rotation is not the same as an axis of 
said device. 
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9. The method of claim 2. further comprising heating said iinplantable device after 
rotating said implantable device about said axis of rotation. 

10. The method of claim 1, wherein said first coating substance or said second 
coating substance includes a polymer, a solvent, and a therapeutic agent. 

5 11. The method ofclaim 10, wherein said polymer is one ofthe group consisting of: 

ethylene vinyl alcohol, polyurethane, heparin, polycq)iolactone, and poly-lactic acid. 

12. The method of claim 1 0, wherein said solvent is one of the group consisting of: 
dimethyl sulfoxide, dimethyl formamide, tetrahydrofuran, dimethyl acetamide, and 
trichloroethane. 

jQ The method ofclMm 10, wherein said therapeutic agent is one ofthe groiq) 

consisting of: antinomycin-D, Trapidil. heparin, dexamethasone. and pacUtaxel. 

14. The method ofclaim 1, wherein said coating substance contains a crosslinkable 
pre-polymer, and further comprising: 

curing said crosslinkable pre-polymer to form a hydrogel. 

15 15. An inq)lantable device formed by the method ofclaim 1. 

16. An implantable device formed by the mefliod ofclaim 2.. 

17. A drug loaded implantable device comprising two or more coating substances, 
each of said substances applied to portions of said device. 

18. The drug loaded implantable device of claim 17, wherein said portions are 
20 exterior surfaces of said device. 

19. The drug loaded in^>lantable device ofclaim 17, where one of said portions is an 
exterior surface and another of said portions is an interior surface of said device. 

20. The drug loaded implantable device of claim 17, wherein one of said substances is 
. a first substance evenly coated on a first portion of said device and another of said substances is a 

25 second substance evenly coated on a second portion of said device. 

21. The dmg loaded implantable device of claim 20, wherein said first portion is a 
first end of said device and said second portion is a second end of said device. 
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22 The drug loaded implantable device of claim 17, wherein one of said substances is 
one from the group consisting of: polymer loaded with therapeutic substance, aqueous solution 
of therapeutic substance, radioactive material and solvent. 

21, The drug loaded impl^oitable device of claim 17. wherein one of said substances is 
one from the group consisting of: pol>^er loaded with therapeutic substance, aqueous solution 
of therapeutic substance, radioactive material and solvent 
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